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Amendment to the Claims 

The following listing reflects amendments to the claims and replaces all prior 
versions and listings of claims in this application. 

1.1. (Currently Amended) A composition for storage and subsequent release of nitric 
oxide (NO), the composition comprising a zeolite and a pharmaceutical^, nutraceuticallv or 
cosmeticallv-acceptable carrier. matefia 4 wherein the zeolite comprises (i) extra-framework 
cations effective to bind nitric oxide, and (ii) compris i ng reloasably adsorbed nitric oxide 
bound to the extra-framework cations, whereby the nitric oxide is released bv displacement 
by moisture upon exposure of the composition to moisture at body or room temperature fe r- 
use in surgery and/or thorapy and a pharmaceutica l , nutracoutical or cosm e tic carr i or 

2. (Currently Amended) The composition according to claim 1 , wherein the zoolito has tho 
fo ll ow i ng g e nera l formula ( I ): 

[(Ml" \, (M2'' \, ...(Mn"' L ]fAl.Si, .0,1 

whoro i n M1 and M2 ... Mn aro extra framework m o ta l cations of olomonts are 
selected from the group consisting of L i , Na, K, Ca, Mg, Fe, Cu, Ru, Rh, Co, Ni, Zn and 
Ag , or aro chooon from sma ll organic cations such as NCR^ aGR^ * whoro i n R^ -aftd-Ra-afe 
i ndopondontly so l octod from H, C H 3r -CI42€j%^r-GH 2 €44aCHg, and a and b aro 
indopondont l y 0, 1,2,3 or A such that a + b =4j 

x ranges from z e ro to nz, 

y ranges from z e ro to pz, and 

v ranges from zero to qz; 

subject to tho condition that x/n + y/p + ... + v/q - z; whoroin 
z is tho number of sil i con atoms rep l aced by alum i n i um atoms i n tho zoolito 
fram e work; 

n+, p+ and q+ aro tho charg e s of tho extra framework mota l cations, and may 
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the va l ues of + 1 , +2 or +3 . 

3. (Currently Amended) The composition according to claim 2 1, wherein M4 
and/or M2 aro NH+^ the extra-framework cations comprise a transition metal. 

4. (Currently Amended) The composition according to claim 1 , wherein the zeolite 
has an LTA framework structure tho fo ll owing aonoral formu l a ( I I): 

l(Ml B V(M2% p ] [Al 7 Si 2 ,A>,1 

(II) 

whoro i n M1 and M2 aro extra framework mota l cations of elements sel e cted from , 
the group cons i sting of L i , Na, K, Ca, Mg, Fo, Cu, Ru, Rh, Co, N i , Zn and Ag, or aro 
chos e n from sma ll organ i c cations such as N(R 4.)aff W wher ei n R 4 ^and-R 2 -afe 
i ndepend e nt l y oo l octod from H, ChL » , C HaC Ha -of-CHaGHaGH g, and a and b aro 
ind e pend e ntly 0, 1 ,2,3 or A such that a + b -A; 

x may range from zero to nz, and 

y may range from zero to pz, subject to tho cond i t i on that x/n + y/p - z; 
wherein z i s tho number of s il icon atoms rep l aced by a l uminium atoms in tho zeolite 
framework; 

n+ and p+ aro tho charges of tho extra framework mota l cations and may 
i ndividual l y tako tho va l u e s of + 1 , +2 or +3 . 

5. (Currently Amended) The composition according to claim 4 4, wherein the 
zeolite is selected from the group consisting of Ni-LTA(A), Cu-LTA(A), Co-LTA(A), Mn- 
LTA(A), and_Fe-LTA, Na LTA(A) and Cu PH I. 

6. (Currently Amended) The pharmacoutical, nutracoutica l or cosmet i c preparation 
composition according to claim 1 , in the form of a powder or a monolith. 



7. (Currently Amended) The composition according to claim 6, wherein sa4d the 
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composition is in the form of a monolith is formed by comprossion of a z e olito powd e r or by 
mixing comprising a powdered zeolite with and a binder. 

8. (Currently Amended) The composition according to claim 7, wherein the binder 
is selected from ceramic binders T and polymeric binders and othor polymoro . 




9-41. (Canceled.) 

42. (Currently Amended) The composition according to claim 8, wherein said 
ceramic binder is seloctod from tho group consist i ng of either silica and or alumina, and 
whoroin said polymeric binder is selected from the group consisting of polysulfone, 
polyethylene, PET, polystyrene and polytetrafluoroethylene (PTFE). 

43. (Currently Amended) The composition according to claim 1 , wherein sakkhe 
zeolite is fully or partially or oomp l otoly dehydrated prior to nitr i c oxido l oad i ng . 

44. (Currently Amended) The composition according to claim 1, wheroin sa i d 
composit i on i s ooa l od ine i do an airtight package in anhydrous form . 

45. (Previously Presented) A medical article comprising the composition according 
to claim 1 . 

46. (Previously Presented) A cosmetic or personal hygiene product comprising the 
composition according to claim 1. 

47. (Currently Amended) The medical article of claim 45, wherein said medical 
article is selected from the group consisting of stents, catheters, wound dressings, 
bandages, self-adhesive plasters and patches. 

48. (Currently Amended) The medical article of claim 45, wherein said medical 
article is a stent or a catheter . 

49. (Previously Presented) The cosmetic or personal hygiene product of claim 46, 
wherein said cosmetic or personal hygiene product is selected from the group consisting of 

DMSLIBRARY01-1631 1843.3 4 




Attorney Docket No: 15411-8007 
U.S. Appl.: 10/562,401 



cosmetics, deodorants, anti-aging skin preparations, preparations applied before, during or 
after hair removal, hair preparations and depilatory preparations. 

50. -52. Cancelled. 

53. (New) A medical article comprising the composition of claim 1, wherein the 
pharmaceutically, nutraceutically or cosmetically-acceptable carrier is a binder that is 
either a ceramic binder or a polymeric binder and the composition is in the form of a 
monolith. 
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